HSTI 0101 PUSP 
M6807 


10 


ABSTRACT OF THE DISCLOSURE 

The present inx eniion comprises a one-step method of eichin" and 
desmutting alum.num and its aIlo> s. The method comprises exposing articles made 
of alummum and its alloys to a liquid etching/desmutting composition. The Hquid 
composition comprises water and an acid source comprising sulftiric acd and nnr.c 
ac.d. a non-fluorine etchant source comprising phosphoric acid, and a stab.Hzed 
oxidant. A particularly preferred liquid composition suitable for the etchino and 
simultaneous desmutting of aluminum and aluminum alloys, comprises water and 
diluted sulphuric acid, nitric acid, phosphoric acid, molybdate and/or condensed 
molybdaie ions, a perfluoroalkyl sulfonate, and aluminum sulfate. 


